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Wc, T. J. Smith & Nephew Limited, a 
British Company, of Neptune Street, Hull, 
Yorkshire, do hereby declare the invention, 
for which we pray that a patent may be 
granted to us, and the method by which it 
is to be performed, to be particularly de- 
scribed in and by the following statement: — 

This invention relates to films of thermo- 
plastic material formed by continuously ex- 
truding the material in a molten state as a 
flat tMti wide mass or layer, and particularly 
to a treatment applied to such material be- 
tween its actual cnicrgcncc from a slit die 
of described dimensions as an extrusion, and 
the "setting** to form a film, whereby when 
said flat thin wide mass or layer is in a more 
or less semi-molten state and before it sets 
to form a film or sheet, said flat thin wide 
mass or layer of material is subjected to a 
perforating action so that when the perforated 
material subsequently sets it sets as an already 
perforated fihn, which film had no existence 
in the unperforated condition. 

According to the present invention, the 
method for perforating the flat thin wide mass 
or layer of more or less semi*moken tihermo- 
plastic material, is to extrude it from the 
sUt die on to a moving supporting surface 
of a movable member which moves with the 
extruded material and at the same speed, this 
supporting surface being indented or perforat- 
ed, and, while so moving and supported to 
expose the semi-molten mass or layer or a 
desired short period, to the heating action of 
a flame or flames — preferably by the tip 
portions of said flames making contact witii 
the outer surfaces of the mass or layer — 
which have a temperature at least equal to but 
preferably much greater than the melting point 
of the thermoplastic material. 

This has the effect of re-melting the semi- 
molten thermoplastic mass or layer in the posi- 
tions which coincide with the depressions in 
the indented surface or with the podforations 
in the supporting and moving member having 
IPn 



such surface, but leaving the portions of said 
mass or layer, the under surface of which 
makes contact with the surface of the movable 
supporting member, unmelted, so that when, 
in the continuous action, the thus-perforated 
flat thin wide nrass or layer is stripped or 
separated from the indented or perforated sur- 
face, to pass to other supporting means it can 
ultimately set to form a fihn already having 
perforations therein. Alternatively, the perfor- 
ated layer couW be cooled completely on die 
indented or perforated surface. 

In order that the invention may be better 
understood, it will now be described with ref- 
erence to the accompanying diagrammatic 
drawings which are given by way of example 
only and in which: — 

Fig. 1 is a diagrammatic fragmentary sec- 
tional elevation showing one embodiment of 
the method of carrying ^e invention into 
effect. 

Fig. 2 is a like view> showing another em- 
bodiment of the method of the mvention, very 
similar to that of Fig. 1. 

Fig. 3 is a greatiy enlarged sectional dia- 
gram of a portion of the indented roller of 
Figs. 1 and 2 straightened out to illustrate 
the -perforating action, and 

Fig. 4 is an enlarged view of an example 
of a portion of a tiun mass or layer of the 
semi-molten thermoplastic material after it has 
been perforated, and then set, to form a fihn 
having perforations therein but not a iilm 
which has been perforated. 

In the method of carrying the invention 
into effect as shown in Fig. 1 5 is a hollow 
metal cylinder kept at a desired working tem- 
perature above that of the surrounding atmo- 
sphere having an outer surface with indenta- 
tions 6 (shown much larger than full size) 
arranged according to any desh^d pattern, 
which may be a regular pattern with the inden- 
tions uniformly arranged therein. 

On to this surface a thin mass or layer 
7 of the thermoplastic material is extruded 
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in a molten state from an extruder with an 
elongated slit die 8. 

The speed of extrusion of the molteix mat- 
erial is synchronised with the liiear speed of 

5 the surface of the roller^ and the molten ther- 
moplastic material 7 passes through a desired 
angular distance from the extruder in contact 
with and at the same speed as the indented 
surface of the roller 5, to the zone of a fixed 

10 burner 9. During this movement the molten 
state oi the material gradually dianges to what 
may be termed an approximately semi-molten 
condition. The burner 9 provides a row of 
dosdy positioned flames 10 arranged in a 

15 plane (the end one only of which ajppears on 
the drawing) so positioned that the tips of the 
flames are caused to imping on die outer 
surface of the mass of material 7 as it passes 
by. 

20 The arrangement is such that the heating 
action is for only a ^ort period, which may 
be a small fraction of a second, depending, 
amongst other faaors, on the linear speed of 
the material, the thiclmess of the mass or layer 
25 of the material, and the temperature at the 
tips of the flames, which must be higher than 
the melting point of the thermoplastic material 
and may, for instance if desired, be 1200**C 
or even higher. 
30 The enlarged diagrammatic view of Fig. 
3 illustrates tibe action of forming the perfora- 
tions by re-melting the portions of the thermo- 
plastic mass which are positioned over the in- 
dentations 6 on the roller 5. 
35 The roller 5 and molten material 7 carried 
thereby moves in the direction of the arrow 
11, to and beyond the flame 10 which has 
a temperature T which is above that of the 
mdting point of the material leaving the ex- 
40 trudo: in the molten condition and arriving 
at the flame in a semi-molten condition. 

This material 7 (to the left-hand side of 
the flame 10 in Fig. 3) which contacts and 
lies on the surface of tiie roller, rapidly has 
45 the heat therein conducted away to the mass 
of the roller, the high degree of conductivity 
being represented by the arrows C. As a result, 
this material contacting the surface of the 
roller, has its temperature reduced to A. 
50 In contrast to this, the material 7 above 
the indentations 6, has less heat (per unit vol- 
ume) conducted away, and is represented by 
the arrows c, owing to the relatively lower 
conductivi^ of the air in the indentations as 
55 compared with that of the metal of the roll^. 
As a result, the material above the indenta- 
tions has its temperature reduced a lesser 
amount, and actually has a temperature H 
which is higher than k, 
60 When arriving at the flame 10, the heat 
at a temperature T imparted to the material 
7, is conducted away at die roller contacting 
portions with the high degree of conductivity 
C, and at the indented portions with the low 
65 degree of conductivity c. 



In the result, in the short passing period 
(which may be a small fraction of a second) 
the amount of heat imparted from the flame 
10 to and retained by the roUer-supported 
semi-molten portions of the material which 70 
have a temperature A, is insuflSdent to re- 
melt these portions, whilst the heat imparted 
from the flame 10 to and rctaiocd by the 
semi-molten portions of material above the 
indentations, which have a temperature H, is 75 
sufiident to re-rndt these portions, to leave 
perforations such as 12 in tiiese positions. 

The semi-moken material 7, thus perforat- 
ed, passes on with and by the movement of 
the roller, to driven take-olf rollers 13 and go 
14 and thence to a fixed supporting table or 
the like 15. It gradually cools and finally sets, 
and at that moment a fihn of thermoplastic 
material is formed having perforations thereia 

It is desired here to emphasise that this 85 
is a different product, having many different 
characteristics, from a set film of tiiermoplastic 
material which, as an imperforated fihn, has 
perforations made therein by similar heating. 

In some cases the heating flame or flames 90 
may be replaced by a jet or jets of heated 
air or other inert gas having an operating tem- 
perature sunilar to that of the flames. 

Again, the flammg or like method, as used 
in the present invention, when applied to al- 95 
ready-completed unorientated fihns of thermo- 
plastic material, is not satisfactory, as when 
the unperforated imorientated fihn is applied 
on to the indented or perforated roller, the 
working temperature of which is above room loo 
temperature, this working temperature causes 
the fihn to expand laterally before it attains 
the flaming zone. 

This lateral expansion results in the forma- 
tion of wrinkles which are subsequently melted 105 
away by the flaming action, virtually slitting 
the fihn longitudinally at the location of said 
wrinkles. 

The present invention, however, docs not 
have this defect, but has the advantage, that no 
the extruded, more or less semi-molten hot 
and unset thermoplastic material does not ex- 
pand laterally (due to the working temperature 
of die indented or perforated roller) on con- 
tacting and bemg laid on said roller, but passes 115 
to the heat-treating zone without the formation 
of wrinkles due to such expansion, so that 
the heat effects the perforating in a satirfactory 
manner and as herembefore set forth. 

The indentations in the supporting surface, 120 
for example of a roller, or in other cases, 
for instance, of an endless band of metal, could 
be of any desired shape, for example circular 
or oval, and with any desired dimensions, 
which could be O.OlO'' wide, 0,020" long, and 125 
0.004/0.005" deep. These indentations can be 
arranged m staggered rows on the roller, both 
circumfcrentially and longitudmaliy at desired 
spacmg. As an example a highly enlarged por- 
tion of a film having perforations, made ac- 130 
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cording to the invention, is shown in Fig. 4. 

Although the temperature of the flame at 
the point of contact with the surface of the 
film can be, as previously explained, as high 

5 as 1200°C. it may sometimes be higher. For 
example, it could have the normal temperature 
of gas flames, which is within die region of 
1400OC to 1700°C. 
Fig, 2 shows a method of carrying the in- 

10 vention into effect, the same as shown in Fig. 
1 except tht the extruder 8 delivers the molten 
flat layer or mass 7 of thermoplastic material 
on to the upper run of an endless band 16 
operating between two heated driving rollers 

15 17 and 18 whose speed is syndrronised widi 
that of the extrusion and the linear s^eed of 
the surface of the roller 5. After leaving the 
upper run of the band 16, ±e molten material 
passes over a heated bridging member 19 from 

20 which it is tangentially fed to the surface of 
the roller 5. 

In some cases there may also be included 
an upper driven heated roller 20 above the 
roller 18, to ^ve a slight "nip" to the ahnost 

25 molten material as it passes and to reduce 
its thickness. 

Where an endless band of steel or other 
metal is employed as the support for the ex- 
truded molten material, it has the desired pat- 

30 tern of indentations or perforations and passes 
around suitably arranged roU^s whidi are 
heated to keep the band at a reqmred working 
temperature. Li the position where diis band 
supports the flat thin wide semi*moltea mass 

35 or byer to be perforated, it passes over a table 
which could be hollow and maintained at a 
required temperature to assist in kecpiiig l]ie 
band at its working temperature. 
The pattern of indentations on the curved 

40 metal surface of metal band, may be produced 
in any suitable manner according to the nature, 
size and spacing of the panern. In many cases 
the indentations may be etched by any known 
etching process suitable for the purpose. Thus, 

45 there is no difficulty in producing a pattern 
of closely spaced small shallow indentations, 
but it should be understood that the invention 
is applicable to cases where the perforations 
are much larger and more widely spaced. 

50 The perforated semi-molten mass, when it 
bas had the perforations made therein by re- 
meking the portions of the mass above the 
indentations or perforations in the roller or 
the like, may pass, while still hot, to a biaxial 

55 stretching apparatus or portion of a combined 
machine. 

'In this biaxial stretching process, not only 
will the perforations be enlarged, but the mat- 
erial will be reduced m thickness in proportion 
60 to the expansion given to its area. Thereafter, 
the cooling-down could be effected and the 
heated mass allowed to set to form the film 
with the perforations therein. 
WHAT WE CLAIM IS: — 
U LA method for forming a set film of ther- 



moplastic material having a desired pattern of 
perforations therein, comprising extruding the 
thermoplastic material in a molten condition 
from an elongated slit die on to a moving sup- 
porting surface of a movable member which 70 
moves with and at the same speed as the 
extruded material, this supporting surface be- 
ing indented or perforated with a deared pat- 
tern of indentations or perforations, and when 
in such movement the molten material has 75 
changed to an approximately semi-molten con- 
dition and whilst continuing to move, e^^osing 
the semi-4nolten mass or layer for a desired 
short period to the heating action of a flame 
or flames — preferably by the tip portions 80 
of said flames making contact with the outer 
surface of the mass or layer — which have 
a temperature at least equal to but preferably 
much greater than the melting point of the 
thermoplastic mass or layer in the positions 85 
over the indentations or perforations, to form 
perforations in said semi-molten mass or layer 
but to leave the portions of said mass or layer 
— the tmder surface of which makes contact 
with the surface of the movable suj^orting 90 
member — unmdted, the thus-perforated mass 
or layer then being cooled to set and form 
a film having a pattern of perforations therein. 

2. A method for forming a set fihn of 
thermoplastic material having a desired pattern 95 
of perforations therein, as claimed in claim 

1, in which the flames to re-melt the semi- 
molten material coming above the indentations 
or perforations, are replaced by a jet or jets 
of heated air or other inert gas at a tempera- 100 
ture corresponding to that of the flames. 

3. A method for forming a set film of ther- 
moplastic material having a desired pattern 
of perforations therein, as claimed in claim 

1 or 2, in which the supporting surface widi 105 
the indentations or perforations is heated to 

a desured working temperature above tJie tem- 
perature of the surrounding atmosphere, to 
bring the material in a semi-molten state to 
the heat treating position. |10 

4. A method for forming a set film of ther- 
moplastic material having a desired pattern of 
perforations tharein, as claimed in claim 1, 

2 or 3, in which the supporting surface is 

a roller with indentations on its outer surface, 115 
or a hollow roller with perforations through 
its outer curved wall. 

5. A method for forming a set fihn of ther- 
moplastic material having a desired pattern 

of perforations therein, as claimed in claim 120 
1, 2 or 3, in which the supporting surface 
is an endless band with indentations on its 
working surface or perforations through said 
band. 

6. A method for forming a set fihn of ther- 125 
moplastic material having a desnred pattern 

of perforations therein, as claimed in any one 
of the preceding claims, m which the thin 
layer or mass of thermoplastic material after 
being perforated, whilst still hot and before ISO 
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setting, is subjected to a biaxial stretcbing and ods claimed in any one of the preceding claims. 5 
is then allowed to cool and set. W. P, THOMPSON & CO., 

7. Thennoplastic films widi perforations Chartered Patent Agents, 

therein, whenever farmed by any of the medi- 12, Church Street, LiveipooL 
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